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AQUEOUS AMINOPLAST CURABLE FIIM-FOBMING COMPOSITIONS 
PROVIDING FILMS HAVING RESISTANCE TO ACID ETCHING 



5 

Field of the iTivention 
The present invention relates to aqueous-based, aminoplast 
curable film-forming compositions » and in particular to aqueous-based 
aminoplast curable compos itions exhibiting superior acid etch 
10 resistance. 

Baclfegromd pf the Invgntjgn 
Aminoplast-cured coating systems are well knovn and provide 
many excellent coating properties. However, it is widely recognized 

15 that such coatings, particularly clear coats, have poor resistance to 
etching by acid. Conventional coating systems that contain hydroxyl 
functional film-forming resins and aminoplast crosslinking agents 
rely on a cure mechanism wherein hydroxyl groups on the resin react 
with the aminoplast to form ether linkages. See, for example, 

20 European Patent Application 0 257 848* Although not intending to be 
bound by any theory, it is believed that such ether linkages are 
vulnerable to acid attack and hence yield coatings with poor acid 
etch resistance. 

Because many geographic areas encounter acidic 

25 precipitation, acid resistance in coatings is becoming an 
increasingly desirable property, particularly for automotive 
coatings. Hydroxyl-amlnoplast coating systems of the prior art are 
not highly effective for providing protection against etching caused 
by acid rain. 

30 It is desirable, therefore, to provide a coating system 

which avoids the problems of the prior art by demonstrating iiaproved 
acid etch resistance properties. 

SvtfwnarY th^ ^nventipTi 
33 In accordance with the present invention, an aqueous -based, 

curable film-forming composition is provided, derived from (1) a 
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material containing a plurality of terminal or pendant groups of the 
structure: 

R . H 

I X - U - li - H or II - ir - J - OR' 

where X is -N or -0 and R is H or alkyl of 1 to 18 carbon atoms or R 
is bonded to X and forms part of a 5 or 6 raembered ring and R' is 
alkyl of 1 to 18 carbon atoms; and (2) an aminoplast crosslinking 
agent containing methylol and/or methylol ether groups. Prior to 

10 crosslinking, the film-forming composition comprising the material of 
(1) and (2) has a calculated hydroxyl value less than 50 based 'on 
solid weight of the clear film-forming composition, excluding any 
hydroxyl functionality which may be associated with N-methylol ' 
groups. The crosslinked coating has a substantial number of urethane 

15 and/or urea crosslinks that arise from reaction of the terminal or 
pendant groups of structure I or II with the aminoplast, thereby 
providing a high level of acid etch resistance. 

fistftiled DescrAptioTi 
20 The aqueous-based film-forming composition is a 

crosslinkable composition comprising (1) a material containing a 
plurality of pendant or terminal groups of the structure: 

I X - C - N - H or II - N - c - OR' 

25 0 0 

where X is -N or -0 and R is H or alkyl of 1 to 18, preferably 1 to 6 
carbon atoms or R is bonded to X and forms part of a five- or 
six-membered ring and R* is alkyl of 1 to 18, preferably 1 to 6 
carbon atoms; and (2) an aminoplast crosslinking agent containing 

30 methylol and/or methylol ether groups. The material of (1) has on 
average at least two pendant or terminal groups of the structure I 
and/or II, preferably structure I, per molecule- Preferably X = 
-0. The material of (L) may be an acrylic polymer, a polyester 
polymer or oligomer, a polyurethane pol3mier or oligomer, or a blend 

35 of two or more of these materials. Acrylic polymers are preferred. 
Prior to crosslinking, the film-forming composition of (1) and (2) 



Printed from Mimosa 11/11/1999 13:25:09 Seite -4- 



/ 



WORLD INTELLECTT . «.o- 0RGANI2A i U.»\ 

X V-zX T. i'.i'i.onal Bureau 



INTERNATIONAL APPLICATION P' 'GriED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Qassi^- ' 



Al 



(ll)lnteniafiona] Publicatioa Nainber: 
(43) Internationa! Pnblication Date: 



WO 94/10212 

11 May 1994(11,05.94) 



(11) International Applicadon Number: PCT/US93/I01 73 

(22) International Filing Date: 25 October 1993 (25, 10.93) 



(30) Priority data: 
07/968,807 



30 October 1992 (30.10,92) US 



(71) Applicant: PPG INDUSTRIES, INC. [US/US]; One PPG 

Place, Pittsburgh, PA 15272 (US). 

(72) Inventors: SWARUP, Shanti ; 5184 Carterton Drive, Gib- 

sonia, PA 15044 (US). SINGER. Debra, L. ; 1114 Wigh- 
tman Street, Pittsburgh, PA 15217 (US). McCOLLUM, 
Gregory, J. ; 5130 Bronwyn Court, Gibsonia, PA 15044 
(US). OLSON, Kurt, G. ; 3935 Bakerstown Road, Gibso- 
nia. PA 15044 (US). STEFKO, S., Tonya ; 22166 Solom- 
on Boulevard, No. 251, Novi, MI 48375 (US). SAD- 
VARY, Richard, J. ; 456 Fielding Drive, Pittsburgh, PA 
15235 (US). McMillan. Robyn, E. ; 9195 Collington 
Square, Allison Park, PA 15101 (US). MAYO, Michael, 
A. ; 52 Spring Hollow Court, Pittsburgh, PA 15239 (US). 



(74) Agents: UHL, William, J.; PPG Industries, Inc., One PPG 
Place, Pittsburgh, PA 15272 (US) ct al. 



(81) Designated States: AU, BR, CA, FI, JP, KR, European pa- 
tent (AT, BE, CH. DE, DK, ES, FR. GB. GR, IE, IT. 
LU, MC, NL, PT, SE). 



Published 

^¥ith international search report. 

Before the expiration of the time limit for amending the 
claims and to be republished in the event of the recent of 
amendments. 



(54) Title: AQUEOUS AMINOPLAST-CURABLE FILM-FORMING COMPOSITIONS PROVIDING FILMS HAVING 
RESISTANCE TO ACID ETCHING 

(57) Abstract 

An aqueous aminoplast-curable fllm-roraiing composition is disclosed. The aqueous film-forming composition is a cross- 
linkable composition comprising (1) a material containing a plurality of carbamate and/or urea functional groups and (2) an 
aminoplast crosslinking agent The aqueous composition provides a coating with improved acid etch resistance, making the com- 
positions particularly useful as automotive clear coats. 



Printed from Mimosa 11/11/1999 13:25:09 Seite -1- 



FOR THE PURPOSES OF INFORMATION ONLY 

Codes used to identify States party to the PCT on the front pages of pamphlets publUhtng international 
applications under the PCT. 



AT 


Austria 


GB 


UniUMi Kintdam 


MR 


Mauritania 


Ati 


AustnlU 


GE 


Georgia 
Guinea 


MW 


Malawi 


Bfi 


Barhados 


CN 


NB 


Niger 


BE 




GR 


Gnwcc 


NL 


Nvthcflandjt 


BF 


Burkma Fup 


HU 


Hungary 


NO 


Norway 


BC 


Bulfaria 


IB 


Ireland 


NZ 


New Zealand 


BJ 


Benin 


IT 


Italy 


PL 


Pobnd 


BR 


Braxif 


Jl» 


Japan 


PT 


Poclugai 


BY 


Belarus 


KE 


Kenya 


RO 


Romania 


CA 


Canada 


KG 


Kyrgysun 


RU 


Russian Federation 


CP 


Central African Repubiis 


KP 


Democratic Puoplc's Republic 


so 


Sudan 


CG 


Congo 




of Korea 


SE 


Sweden 


CH 


Swiuerland 


KR 


Republic of Korea 


SI 


Slovenia 


CI 


C6(c d'l voire 


KZ 


Kazakhstan 


SK 


Slovakia 


CM 


Cameroon 


LI 


Uuchtuftsietn 


SN 


Senegal 


CN 


China 


LK 


Sri Lanka 


TD 


Chad 


OS 


Cccchostovakia 


LU 


Luxembourg 


TC 


Togo 


C2 


Cxcch Republic 


LV 


Latvia 


TJ 


Tajikistan 


oe 


Germany 


MC 


Monaco 


TT 


Trinidad and Tobago 


OK 


Denmark 


MO 


Republic of Moldova 


UA 


Ukraine 


£S 


Spain 


MC 


Madagascar 


US 


United Suics of America 


PI 


Ftnland 


ML 


Mall 


uz 


Uyhekisiaa 


m 


Prance 


MN 


Mongolia 


VN 


Viul Nam 



GA Gabon 



Printed from Mimosa 11/11/1999 13:25:09 Seite -2- 



wo 94/10212 PCr/US93/10l73 

- 1 - 



AQUEOUS AMINOFLAST CUKABLE FIIW-FORMING COMPOSITIONS 
PROVIDING FILMS HAVING RESISTANCE TO ACID ETCHING 



The present invention relates to aqueous-based, amino pi as t 
curable film-forming compositions » and in particular to aqueous -based 
aminoplast curable compositions exhibiting superior acid etch 
resistance- 

BacKgrgmd of the Inrgntion 

Aminoplast-cured coating systems are well known and provide 
many excellent coating properties. However, it is widely recognized 
15 that such coatings, particularly clear coats, have poor resistance to 
etching by acid. Conventional coating systems that contain hydroxyl 
functional film-forming resins and aminoplast crosslinking agents 
rely on a cure mechanism wherein hydroxyl groups on the resin react 
with the aminoplast to form ether linkages. See, for example, 
20 European Patent Application 0 257 848, Although not intending to be 
bound by any theory, it is believed that such ether linkages are 
vulnerable to acid attack and hence yield coatings with poor acid 
etch resistance. 

Because many geographic areas encounter acidic 
25 precipitation, acid resistance in coatings is becoming an 
increasingly desirable property, particularly for automotive 
coatings. Hydroxyl -aminoplast coating systems of the prior art are 
not highly effective for providing protection against etching caused 
by acid rain. 

30 It is desirable, therefore, to provide a coating system 

which avoids the problems of the prior art by demonstrating improved 
acid etch resistance properties* 

Summary 9t ^nv^ntip^ 
35 In accordance with the present invention, an aqueous -based, 

curable film-forming composition is provided, derived from (1) a 
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material containing a plurality of terminal or peacw. 7r?-:ps of the 
structure: 

R H 
I x-jj-l!f~H or II -Jr-|-OR' 

where X is or -0 and R is H or alkyl of 1 to 18 carbon atoms or R 
is bonded to X and forms part of a 5 or 6 raembered ring and R* is 
alkyl of 1 to 18 carbon atoms; and (2) an aminoplast crosslinking 
agent containing methylol and/or methylol ether groups- Prior to 

10 crosslinking, the film-forming composition comprising the material of 
(1) and (2) has a calculated hydroxyl value less than 50 based on 
solid weight of the clear film-forming composition, excluding any 
hydroxyl f tmctionality which may be associated with N-raethylol ' 
groups. The crosslinked coating has a substantial number of urethane 

15 and/or urea crosslinks that arise from reaction of the terminal or 
pendant groups of structure I or II with the aminoplast, thereby 
providing a high level of acid etch resistance. 

Pgtftiied PescriptiTO 

20 The aqueous-based film-forming composition is a 

cross linkable composition comprising (1) a material containing a 
plurality of pendant or terminal groups of the structure: 

f 1 

I X-C-N-H or II -N-C-OR' 

II 11 
25 0 0 

where X is or and R is H or alkyl of 1 to 18, preferably 1 to 6 

carbon atoms or R is bonded to X and forms part of a five- or 

six-membered ring and R' is alkyl of 1 to 18, preferably 1 to 6 

carbon atoms; and (2) an aminoplast crosslinking agent containing 

30 methylol and/or methylol ether groups. The material of (1) has on 
average at least two pendant or terminal groups of the structure I 
and/or II, preferably structure I, per molecule. Preferably X as 
-0. The material of (1) may be an acrylic pol3rroer, a polyester 
polymer or oligomer, a polyurethane polymer or oligomer, or a blend 

35 of two or more of these materials. Acrylic polymers are preferred. 
Prior to crosslinking, the film-forming composition of (1) and (2) 
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has a theoretical hydroxyl value of less than 50, preferably less 
than 23 « and more preferably 0, based on solid weight of the 
f ilm-f oming composition » excluding .any hydroxyl functionality 
associated with N-methylol groups such as those in the aminoplast and 
5 any hydroxyl functionality vhich may be associated with N-methylol 
groups incorporated into the material of (1) such as N-methylol 
acrylamide groups in the acrylic polymer. By calculated hydroxyl 
value is meant the calculated value based on the relative amounts of 
the various ingredients used in making the film-forming composition, 

10 rather than the actual hydroxyl value vhich is measured on the 
film-forming composition itself by conventional techniques. Xhe 
resultant crosslinked coating contains a substantial number of 
ure thane or urea crosslinks that arise from reaction of the terminal 
or pendant groups of structure I or II vith the aminoplast, thereby 

15 providing a high level of acid etch resistance* 

The acrylic materials are copolymers of one or more alkyl 
esters of acrylic acid or roethacrylic acid, and, optionally, one or 
more other polymerizable ethylenically unsaturated monomers* 
Suitable alkyl esters of acrylic or methacrylic acid include methyl 

20 raethacrylate, ethyl roethacrylate, butyl methacrylate , ethyl acrylate, 
butyl acrylate, and 2-ethylhexyl acrylate. Suitable other 
polymerizable ethylenically unsaturated monomers include vinyl 
aromatic compounds such as styrene and vinyl toluene; nitriles such 
as acrylonitrile and methacrylonitrile; vinyl and vinylidene halides 

25 such as vinyl chloride and vinylidene fluoride and vinyl esters such 
as vinyl acetate. Acrylic and methacrylic acid are also suitable 
monomers y yielding pol3rmer8 which can be neutralized and dispersed in 
water. 

Hydroxyl functional monomers such as hydroxyethyl acrylate, 
30 hydroxypropyl acrylate, hydroxyethyl methacrylate, and hydroxypropyl 
roethacrylate may be copolymerieed with the acrylic monomers to impart 
hydroxyl functionality to the acrylic material in accordance with the 
theoretical hydroxyl values mentioned above. 

Pendant carbamate functional groups of structure I (X s -0} 
35 may be incorporated into the acrylic polymer by copolymer izing the 
acrylic monomers with a carbamate functional vinyl monomer, for 
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example a carbamate ftmctional alkyl ester of methacrylic acid. 
These carbamate functional alkyl esters are prepared by reacting, for 
example, a hydroxyalkyl carbamate) such as the reaction product of 
ammonia and ethylene carbonate or propylene carbonate, with 
5 methacrylic anhydride. Other carbamate functional vinyl monomers 
are, for instance, the reaction product of hydroxyethyl methacrylate, 
isophorone diisocyanate, and hydroxypropyl carbamate (yielding 
structure I), or the reaction product of hydroxypropyl methacrylate, 
isophorone diisocyanate , and methanol (yielding structure II). Still 

10 other carbamate ftinctional vinyl monomers may be used, such as the 
reaction product of isocyanic acid (HNCO) with a hydroxyl functional 
acrylic or methacrylic monomer such as hydroxyethyl acrylate, and 
those described in U.S. Patent 3,479,328. Pendant carbamate groups 
can also be incorporated into the acrylic polymer by reacting a 

15 hydroxyl functional acrylic polymer with a low molecular weight alkyl 
carbamate such as methyl carbamate. Reference is made to Japanese 
Kokai 51-412A. Also, hydroxyl functional acrylic polymers can be 
reacted with isocyanic acid yielding pendant carbamate groups. Note 
that the production of isocyanic acid is disclosed in U.S. Patent 

20 ^,364,913. Likewise, hydroxyl ftinctional acrylic polymers can be 
reacted with urea to give an acrylic polymer with pendant carbamate 
groups . 

Pendant tirea groups of structure I (X = -N) may be 
incorporated into the acrylic polymer by copolymer izing the acrylic 

25 monomers with urea functional vinyl monomers such as urea functional 
alkyl esters of acrylic acid or methacrylic acid. Examples include 
the condensation product of acrylic acid or methacrylic acid with a 
hydroxyalkyl ethylene urea such as hydroxyethyl ethylene urea. Other 
urea functional monomers are, for example, the reaction product of 

30 hydroxyethyl methacrylate, isophorone diisocyanate, and hydroxyethyl 
ethylene urea. 

Mixed pendant carbamate and urea groups may also be used. 
The acrylic polymer material may be prepared by solution 
polymerization techniques in the presence of suitable catalysts such 
35 as organic peroxides or azo compounds, for example, benzoyl peroxide 
or N,N-a2obis(isobutyronitrile). The polymerization may be carried 
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out in an organic solution in which the monomers are soluble and 
solubilized or dispersed into vater by techniques conventional in the 
art. Alternately, the acrylic polymer may be prepared directly in 
water by aqueous emulsion or dispersion polymerization techniques 
5 well known in the art. Acrylic polymers with acid functionality can 
be neutralized for dispersion in water. 

The acrylic material typically has a number average 
molecular veight of from about 900 to 13»000» preferably from about 
1000 to 5000 as determined by gel permeation chromatography using a 

10 polystyrene standard , and an equivalent weight of less than 5000, 
preferably within the range of 140 to 2500, based on equivalents of 
reactive pendant or terminal carbamate or carbamate and/or urea 
groups. The equivalent weight is a calculated value based on the 
relative amounts of the various ingredients used in making the 

15 acrylic material and is based on solids of the acrylic material. 

Polyesters may also be used in the formulation of the 
film-forming composition and may be prepared by the 

polyesterif ication of a polycarboxylic acid or anhydride thereof with 
polyols and/or an epoxide. Usually, the poly carboxy lie acids and 

20 polyols are aliphatic or aromatic dibasic acids and diols. 

The polyols which are usually employed in malcing the 
polyester include alkylene glycols, such as ethylene glycol, 
1,6-hexanediol, neopentyl glycol, 2,2-dimethyl-3-hydroxypropyl-2,2- 
dimethyl-3-hydroxypropionate and other glycols, such as hydrogenated 

25 Bisphenol A, cyclohexanediol , cyclohexanedimethanol , 

caprolac tone-based diols, for example, the reaction product of 
epsilon-capro lac tone and ethylene glycol, hydroxy-alkylated 
bisphenols, polyether glycols, for example, poly(oxytetramethylene) 
glycol and the. like. Polyols of higher functionality may also be 

30 used. Examples include trimethylolpropane , trime thylole thane , 
pentaerythritol and the like. 

The acid component of the polyester consists primarily of 
monomer ic carboxylic acids or anhydrides thereof having 2 to 18 
carbon atoms per molecule. Among the acids which are useful are 

35 phthalic acid, isophthalic acid, terephthalic acid, 

tetrahydrophthalic acid, hexahydro phthalic acid, adipic acid, azelaic 



Printed from Mimosa 11/11/1999 13:25:09 Seite .7- 



wo 94/10212 



PCT/US93/10173 

- 6 - 



acidy sebaclc acid* inaleic acid, glutaric acid, methyl 
hexahydrophthalic anhydride, decanoic diacid, dodecanoic diacid and 
other dicarboxylic acida of various .types. The polyester may include 
minor amounts of monobasic acids such as benzoic acid, stearic acid, 
5 acetic acid« and oleic acid. Also, there may be employed higher 
carboxylic acids such as trimellitic acid and tricarballylic acid. 
Where acids are referred to above, it is understood that anhydrides 
thereof which exist may be used in place of the acid. Also, lower 
alkyl esters of the acids such as dimethyl glutarate and dimethyl 
10 terephthalate may be used. 

Pendant carbamate functional groups of structure I may be 
incorporated into the polyester by first forming a hydroxyalkyl 
carbamate which can be reacted with the polyacids and polyols used in 
forming the polyester. A polyester oligomer may be prepared by 
15 reacting a polycarboxylic acid such as those mentioned above with a 
hydroxyalkyl carbamate. An example of a hydroxyalkyl carbamate la 
the reaction product of ammonia and ethylene carbonate or propylene 
carbonate. The hydroxyalkyl carbamate is condensed with acid 
functionality on the polyester or polycarboxylic acid, yielding 
20 pendant carbamate functionality. Pendant carbamate functional groups 
of structure I may also be incorporated into the polyester by 
reacting isocyanlc acid or a low molecular weight alkyl carbamate 
such as methyl carbamate with a hydroxy 1 functional polyester. Also, 
pendant carbamate funtionality may be incorporated into the polyester 
25 by reacting a hydroxy functional polyester with urea. 

Pendant urea groups of structure I may be incorporated into 
the polyester by reacting a hydroxyl functional urea such as a 
hydroxyalkyl ethylene urea with the polyacids and polyols used in 
making the polyester. A polyester oligomer can be prepared by 
30 reacting a polyacid with a hydroxyl functional urea. Also, 

isocyanate terminated polyurethane or polyester prepol3nners may be 
reacted with primary amines, aminoalkyl ethylene urea, or 
hydroxyalkyl ethylene urea to yield materials with pendant urea 
groups . Preparation of these polymers is known in the art and is 
35 described in U.S. Patent No. 3,563,957. 

Mixed pendant carbamate and urea groups may also be used in 
the polyester material. 
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Polyur ethanes can be formed by reacting a polyisocyanate 
with a polyester having hydroxyl functionality and containing the 
pendant carbamate and/or urea groups. Alternatively » the 
polyure thane can be prepared by reacting a polyisocyanate with a 
5 polyester polyol and a hydroxyalkyl carbamate or isocyanlc acid as 
separate reactants. Examples of suitable polyisocyanates are aromatic 
and aliphatic polyisocyanates, with aliphatic being preferred because 
of better color and durability properties. Examples of suitable 
aromatic diisocyanates are **diphenylniethane diisocyanatet 

10 l>3-phenylene diisocyanate , l$A-phenylene diisocyanate , and toluene 
diisocyanate. Examples of suitable aliphatic diisocyanates are 
straight chain aliphatic diisocyanates such as It^-tetramethylene 
diisocyanate and l,6*he3cainethylene diisocyanate. Also, 
cycloaliphatic diisocyanates can be employed and are preferred 

13 because of imparting hardness to the product, fibcamples include 
I »4*cyclohex7l diisocyanate, isophorone diisocyanate^ 
alpha,alpha-xylylene diisocyanate and 4,4*-njethylene-bis-(cyclohexyl 
isocyanate). 

The polyester and polyurethane materials can contain other 

20 pendant groups such as carboxylic acid groups which can be at least 
• partially neutralized with base to aid in water dispersibility . 
Also, the use of difunctional reactants such as dimethylol propionic 
acid is possible in the preparation of either a polyester or 
polyurethane material » providing pendant polar groups. 

25 The polyester or polyurethane materials typically have 

number average molecular weights of about 300 to 3000, preferably 
about 900 to 1500 as determined by gel permeation chromatography 
using a polystyrene standard, and an equivalent weight of from about 
140 to 2500 based on equivalents of pendant carbamate and/or urea 

30 groups « The equivalent weight is a calculated value based on the 
relative amounts of the various ingredients used in making the 
polyester or polyurethane and is based on solids of the material. 

Besides polymeric materials, relatively low molecular weight 
materials containing pendant carbamate functional groups of structure 

35 II may be formed by reacting isocyanate terminated monomers or 
oligomers, such as an isocyanurate of polymeric 1,6-hexamethylene 
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diisocyanate, with an alcohol. Any suitable aliphatic , 
cycloaliphatic, aromatic alkyl moncalcohol or phenolic compound may 
be used, such as, for example, aliphatic alcohols containing from 1 
to 18, preferably lover aliphatic alcohols containing from 1 to 6 
5 carbon atoms such as methanol » ethanol, n-butyl alcohol and 
n-hexanol; cycloaliphatic alcohols such as cyclohexanol; 
aromatic-alkyl alcohols such as phenyl carbinol and methylphenyl 
carbinol; phenolic compounds such as phenol itself, and substituted 
phenols in which the substituents do not a , . - . ' coating 

10 operations. Examples include cresol and nitrophenol. 

It is possible to prepare blends of the acrylic, polyester, 
and polyurethane materials containing pendant or terminal carbamate 
and/or urea groups described above. It is also possible to prepare 
blends of the low molecular weight materials containing pendant 

15 carbamate and/or urea groups -H'-'^ • rontaining 
pendant carbamate and/or urea groups, ^ikc ^,5*^..- 
molecular weight materials to polymeric matcrlelg may range from 
10:90 to 90:10, preferably 10:90 to 60:60. 

The aqueous film-forming composition also includes an 

20 aminoplast crosslinking agent containing methylol and/or methylol 
ether groups. Aminoplast condensates are obtained from the react*-?'*- 
of f omal i*^"^'*'' v» o^4yi*» or amide. T^r* 

amides .4.^ — ..^ • ^ - ^, are o^*^.. 

While = ^^n^byde x.' ' ' - s^r jr...i/.^, ^ 

25 such as acetalue*A>^w f cxl tonaldehvde, and t ^aldsKv.^, .. . ay be used. 

. ^re-v,.. . ^ : 

least a portion of these groups are etherified alc^^wv- tc 

modify the cure response. Any rr.otichydric ai.cc*i„oi v -*-^nioyed for 

this purpose including methanol » ethonol, bv»- , uexar^'-"! 

30 Preferably, the aminor-l-a-* .^^ use?! -.v. .ne-. 

urea-, or ben^oguananiine-f or:ia,.u3ii> de cpndev : • -.t-'-'-i \ ' .i 

alcohol containing from 1 to 6 carbon atomr .^^^ is 

present in amounts of about 1 to 80, preferably 10 to 50 percent by 
weight based on weight of resin solids in the clear ui:ni-.f orming 

35 composition. The equivalent ratio of pendant or terminal carbamate 
and/or urea functional groups of structure 1 and II above to methylol 
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or methylol ether groups is 0.5 to 2:1 based on calculated equivalent 
weights, and being sufficient to form a crosslinked film. 

The f ilm-fonning composition can be dispersed in water in 
several ways* As mentioned above, acid-functional materials having 
5 terminal or pendant carbamate and/or urea groups may be neutralized 
with bases such as amines and dissolved or dispersed in water. Also, 
it is possible to prepare an aqueous dispersion of a blend of acrylic 
and polyester and/or polyurethane materials with pendant carbamate 
and /or urea groups in microparticulate form by a high stress 

10 technique using a homogenizer. This technique is described in U«S. 
Patent No. 5,071,904. • 

The aqueous, liquid film-forming composition will also' 
preferably contain catalysts to accelerate the cure of the aminoplast 
and carbamate or urea groups. Examples of suitable catalysts are 

15 acidic materials and include sulfonic acids or substituted sulfonic 
acids such as para-toluenesulf onic acid. The catalyst is usually 
present in an amount of about 0.5 to 5.0 percent by weight, 
preferably about 1- to 2 percent by weight, based on weight of total 
resin solids. Optional ingredients such as, for' example » 

20 plasticizers , flow controllers, anti-oxidants , UV light absorbers and 
similar additives conventional in the art may be included in the 
composition. These ingredients are typically present at up to 25% by 
weight based on total resin solids. 

The aqueous-based composition may be applied to a substrate, 

25 or in the case of a clear film-forming composition, to a basecoated 
substrate by any conventional coating technique such as brushing, 
spraying, dipping or flowing, but spray applications are preferred 
because of superior gloss. Any of the known spraying techniques may 
be employed such as compressed air spraying, electrostatic spraying 

30 and either manual or automatic methods. 

After application of the coating composition, the coated 
substrate is heated to cure the coating. In the curing operation, 
solvents and water are driven off and the film-fozming material of 
the coating is crosslinked. The heating or curing operation is 

35 usually carried out at a temperature in the range of from 160-350'F 
(71-177'C) but if needed, lower or higher temperatures may be used as 
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necessary to activate crossllnking mechanisms. The thickness of the 
coating is usually from about 0*5--5, preferably 1.2-3 mils. 

The invention vill further be described by reference to the 
following examples. Unless otherwise indicated » all parts are by 
5 weight. 

The following examples (Examples A~X) show the preparation 
of carbainate and /or urea functional materials and corresponding 
10 hydroxyl functional materials. 

A carbamate functional acrylic monomer was prepared from the 



following ingredients: 

15 XngrgdigQt Welyht in Grams 

isophorone diisocyanate (I?DI} 888.0 

dibutyl tin dilaurate 4.6 

Zte-di-t-butyl methyl phenol 2.6 

butyl methacrylate 282.0 

20 hydroxypropyl carbamate 571.2 

hydroxyethyl methacrylate 416.0 



A suitable reactor was charged with the first four 
ingredients and heated to a tempera txire of 60'C. The hydroxypropyl 
carbamate was added to the reaction mixture over 2 hours. The 

25 reaction mixture was then held at 60 *C until the isocyanate 

equivalent weight became constant. The hydroxyethyl methacrylate was 
then added over 2 hours , and the reaction held until infrared 
analysis indicated the absence of isocyanate. The product was 
diluted with .346.0 g of butyl methacrylate. The final product had a 

30 solids content of 75% and had a number average molecular weight of 
622 as determined by gel permeation chromatography. 

Example B 

A carbamate functional acrylic polymer dispersed in aqueous 
35 medium was prepared from the following ingredients: 



Printed from Mimosa 11/11/1999 13:25:09 Seite -12- 



wo 94/10212 



- 11 - 



PCr/US93/10173 



Weight in a..^. 
n-propanol 33^^ 

butyl acrylate 202,0 

methyl methacrylate 195.2 

5 carbamate functional acrylic monomer 

from Example A 349,9 

acrylic acid 25.0 

t-dodecyl mercaptan 3 ^ 

t-butyl peroctoate ^ 

10 n-propanol ^ 

dimethyl ethanol amine (DMEA) 23.2 

"^^^ 700 .*0 

A suitable reactor was charged with the n-propanol and 
heated to reflux. The next five ingredients were added to the 
15 reaction mixture over 3 hours. At the same time, the t-butyl 
peroctoat. and 46.4 g n-propanol were added over 3.5 hours. The 
reaction was then held at reflux for one hour. The DMEA was added to 
the reaction mixture at about 95'C, followed by addition of the 
water. The reaction cooled to room temperature. The final product 
20 had a solids content of 35.3% and had a number average molecular 
weight of 3728 as determined by gel permeation chromatography. The 
carbamate equivalent weight of the resultant material was 
approximately 1040. 

Examola r. 

25 A carbamate functional acrylic latex was prepared from the 

following ingredients: 
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Ingrediept Weight in Qrawg 

Feed A; water 783 .4 

ALIPAL 15-1 

sodium bicarbonate 1.8 

5 Feed B: water 114.8 

ammonixuxi persulfate 5.2 

Feed C: butyl acrylate 277.5 

methyl inethacrylate 263.7 

carbamate functional acrylic monomer 

10 £rom Example A 502.0 

butyl methacrylate 136.9 

acrylic acid 36.4 . 

t-dodecyl mercaptan 16.2 

water 757.7 

15 ALIPAL CO-436 17.4 

DDBSA-IMIEA^ 11.5 

Feed D: diisopropanol amine, 50% in water 67.2 



Anionic ethoxylated nonyl phenol available from GAT Corporation. 
DDBSA-DMEA solution was prepared by dissolving 1 mole dodecyl 
20 benzene sulfonic acid in water containing 1 mole dimethyl 
ethanolamine. 

A suitable reactor was charged with Feed A and heated to 
80 "C. 25 g of Feed C and then all of Feed B were added to the 
reaction mixture, and the mixture was held for 20 minutes. The 

25 remainder of Feed C was added over 3 hours. The reaction was held at 
80*0 for two hours 9 and then cooled to room temperature. After 
dilution with Feed D, the final product had a solids content of 42.8% 
and had a number average molecular weight of 12,393 as determined by 
gel permeation chromatography. The carbamate equivalent weight of 

30 the resultant material was approximately 1140. 

Examplg P 

A carbamate functional polyester was prepared from the 
following ingredients: 
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Ingredient Weifht in Gramfi 

DOWANOL PM carbamate^ 332.5 
polyester^ A55 
butyl stannoic acid 2.12 
5 ^ Reaction product of hexahydrophthalic anhydride, ESTERDIOL 

20^, and 1 , 6-he3canediol in a 1:1:1 mole ratio. 

^ Reaction product of DOWANOL FM and virea, 95% in DOWANOL m 
which is the monoinethyl ether of propylene glycol and is available 
from the Dow Chemical Co. 
10 The ingredients were charged to a suitable reactor equipped 

with a nitrogen sparge and Dean-Stark trap and heated to 140-145 ''C. 
DOWANOL PM was removed from the reaction under reduced pressure. The 
reaction mixture was held until DOWANOL PM carbamate was no longer 
detectable on a gas chromatograph. The resultant reaction mixture 
15 was a soft, waxy, opaque material. 

Example E 

A pre--eniulsion was prepared by stirring together the 
following ingredients: 



20 


Ingredient 


HeiRht in Qvoms. 




carbamate functional polyester 
of Example D 


125.0 




methyl methacrylate 


100.0 




butyl acrylate 


100.0 


25 


stearyl methacrylate 


25.0 




N-methylol acrylamide 
(48X solution in water) 


•83. A 




methacrylic acid 


10.0 


30 


dodecylbenzenesulf onic acid . 
(70% in water) 


1A,3 




N,N-dimethyl ethanol amine 


2.5 




IGEPAL CO-897^ 


7.2 




ferrous ammonium sulfate, 1% in water 


2.5 




water 


500.0 



35 ^ Nonionic ethoxylated nonyl phenol available from 6AF Corp. 

The pre-emulsion was passed though an MHO MICRO FLU ID I ZER 
high pressure impingement emulsifier (available from Hicrof luidics , 
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Inc.) at 8000 psi to produce a bluish^white emulsion. The emulsion 
was transferred to a suitable reactor and blanketed vith nitrogen. 
Polymerization was initiated by adding first a mixture of 1.5 g 
isoascorbic acid and 2.5 g mercaptopropionic acid dissolved in 50.0 g 
5 water followed by a solution of 2.19 g hydrogen peroxide (35%) in 
25.0 g water added dropwise over 15 minutes. The emulsion exothermed 
from 26 to 66*C over 14 minutes. Any remaining monomer was then 
polymerized by adding 0.5 g isoascorbic acid dissolved in 5.0 g water 
followed by 0.5 g of 35% hydrogen peroxide. An additional exo therm 
10 from 56 to 59 'C was observed. The pH of the latex was increased to 
7.0 with 16.45 g of a 1:1' mixture of water and diisopropanolamine. 
The final product had a solids content of 41 .OX. 

Example F 

15 A urea functional polyester oligomer was prepared from the 

following ingredients: 

tngr^diTOt Weight in Grams 

dodecanedioic acid 575.0 
hydroxyethyl ethylene urea 637-74 
20 butyl stannoic acid 1.21 
xylene 198.66 

The ingredients were charged to a suitable reactor and 
heated to reflux to remove water through a Dean-Stark trap. The 
temperature of the reaction mixture was held at reflux until the acid 
25 value was less than 5. The reaction mixture was then cooled to i20"C 
and volatile materials in the reaction mixture were removed under 
vacuum to a solids content of 98.7%. The reaction mixture was 
diluted to a final solids content of 65% with an 80:20 weight mixture 
of propanol Jwatcr . The product had a number average molecular weight 
30 of 606 and a theoretical urea equivalent weight of approximately 230. 

Sa^gmp^g g 

A carbamate fiinctional acrylic monomer was prepared from the 
following ingredients; 
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InggedAent Weight in gyamg 

hydroxypropyl carbamate 600.0 
2,6-dl-t-butyl methyl phenol 3.9 
triphenyl phosphite 2.22 
5 methacrylic anhydride 810.0 

toluene 1200.0 

sodium hydroxide (16.7%) 1260*0 



A suitable reactor was charged with the first four 
ingredients and heated to 100 *C. The reaction mixture was held at 

10 this temperature imtil the methacrylic anhydride had completely 
reacted with the hydroxypropyl carbamate, as determined by gas 
chromatography. The reaction was cooled to room temperature and the 
toluene and sodium hydroxide were added. After agitating for about 
30 minutes 9 the reaction mixture was transferred to a separatory 

15 ftmnel. The top layer, containing the product in toluene, was 
collected in a flask and the toluene was removed by vacuum 
distillation. 

Example H 

20 A carbamate functional acrylic latex was prepared from the 



following: ingredients: 

Ingredimt; Weight in Grams 

Feed A: water ^50.0 

ALIPAL CO-A36 9.3 

25 sodium bicarbonate 0.8 

Feed B: water 50.0 

ammonium persulfate 2.2 

Feed C: carbamate functional acrylic 

monomer of Example G 180.0 

30 butyl acrylate 240.0 

methyl methacrylate 120.0 

styrene 60.0 

acrylic acid 16.8 

t-dodecyl mercaptan 9.0 

35 water 400.0 

ALIPAL C0-A36 18.0 

PC3NP-15^ 26.0 

Feed D: diisopropanol amine, 50% in water 20.0 
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Nonionic surfactant prepared by reacting 1 mole of nonyl phenol 
with 15 moles of glycidol. 

A suitable reactor was charged with Feed A and heated to 
80*C, 25 g of Feed C and then all of Feed B were added to the 
5 reaction mixture, and the mixture was held for 20 minutes. The 

remainder of Feed C was added over 3 hours. The reaction was held at 
80'C for two hours, and then cooled to room temperature* After 
addition of Feed D, the pH was 7,7. The final product had a solids 
content of 40.5% and had a ntunber average molecular weight of 5706 as 
10 determined by gel permeation chromatography. 

Example I 

A hydroxyl functional acrylic latex was prepared from the 
following ingredients: 



15 






Ineredient 


H£lRht in grams 




Feed 


A: 


water 


450.0 








ALIPAL C0-A36 


9.3 








sodium bicarbonate 


0.8 




Feed 


B: 


water 


50.0 


20 






ammonium persulfate 


2.2 




Feed 


C: 


hydroxyethyl acrylate 


180.0 








. butyl acrylate 


240.0 








methyl methacrylate 


120.0 








8 tyrene 


60.0 


25 






acrylic acid 


16.8 








t-dodecyl mercaptan 


9.0 








water 


400.0 








ALIPAL CO-436 


18.0 








PGNP-15 


26.0 


30 


Feed 


D: 


diisopropanol amine, 50% in water 20.0 








A suitable reactor was 


charged with Feed A and heated to 



25 g of Feed C and then all of Feed B were added to the 
reaction mixture, and the mixture was held for 20 minutes. The 
remainder of Feed C was added over 3 hours. The reaction was held at 
35 80^*0 for two hours, and then cooled to room temperature. After 

addition of Feed D, the pH was 7.84. The final product had a solids 
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content of A0,2X and had a number average molecular weight of 3123 as 
determined by gel permeation chromatography , and a hydroxyl value of 
22 based on solids content. 



5 The following examples (1-6) show the preparation of various 

clear film-forming compositions prepared with carbamate » urea, or 
hydroxyl functional materials and aminoplast curing agents* The 
coating compositions were evaluated in color-plus-clear applications. 



10 E^Mplg 1 

A clear film-forming composition was prepared by mixing 
together the following ingredients: 

Ingr^djgnt gglid w^jgh^ An grgmg Solution weight in yrams 

TINUVIN 1130 3.5 3.5 

15 CYMEL 328^ 30.0 34.9 

carbamate containing 

acrylic of Example B 70.0 198.4 

phenyl acid phosphate 1.0 .5.0 

water 137.0 

20 ^ Waterbome version of Cl^EL 327 available from American 
Cyanamid . 

Bxamplg Z 

A clear f ilm*-f orming composition was prepared by mixing 
25 together the following ingredients: 

IURi:edignt Solid weight; in grams Solution weight i n ^rams 

carbamate containing 



acrylic of Example C 


70.0 


, 162.6 


CYMEL 303^ 


30.0 


30.0 


30 TINUVIN 1130 


3.5 


3.5 


DDBSA solution^ 


1.0 


5.0 


FC 430 solution^ 


0.1 


2.0 


diisopropanol amine solution^ 




3.9 


n-niethyl-2-pyrrolidone 




5.0 


35 isopropanol 




5-0 


water 




25.0 
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^ Hexamethoxymethyl melainine resin available from American 
Cyanamid. 

^ 20 weight percent solution of .dodecylbenzene sulfonic acid 
neutralized with diisopropanolanine in deionized water. 
5 ^ Nonionic surfactant available from 3M Corporation* 



^ 50 weight percent solution of dlisopropanolamine in deionized 



water. 



Example 3 

10 A clear film-forming composition was prepared by nixing 

together the following ingredients: 

In^X^^i^nt SgXi-d weight in ggams Solution weight i n grama 
DDDA/HEEU oligomer 

of Example F 70.0 116.7 

15 CYMEL 328 30.0 3A.9 
Phenyl acid 

phosphate solution 1.0 5.0 

Tego Wet ZFS 453^ 0.09 0.36 

^ Nonionic surfactant available from Tego Chemie Service GmbH. 

20 

Example 4 

A clear f ilm-forroing composition was prepared by mixing 
together the following ingredients: 

iPgygdign^ Solid wgjght in grains Solution weight in graiHR 

25 carbamate functional 
acrylic and polyester 





latex of Example E 


70,0 '\ 


170.61 




CYMEL 303 


30.0 


30.0 




TINUVIN 1130 


3.5 


3.5 


30 


DDBSA solution 


1.0 


5.0 




FC A30 solution 


0.1 


2.0 




diisopropanol amine solution 




3.2 




n-me thy 1-2-pyrrolidone 




5.0 




isopropanol 




5.0 


35 


water 




58.1 
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A clear film-forming composition was prepared by mixing 
together the following ingredients: . 

;CTiRredi90t SqU^ wgAgh^ in Kvms Solution vgight An Kxm§ 

5 carbamate functional 

acrylic latex of Example H 70.0 172.8 

CTOEL 303 30.0 30.0 

TINUVIN 1130 3.5 3.5 

p-TSA solution^ 1.0 5.0 

10 diisopropanol amine solution — 3-5 

isopropanol — 50.0 

water — 17.3 

^ 20 weight percent solution of para-toluene sulfonic acid • 

neutralised with diisopropanol amine in water. 

15 

A clear film-forming composition was prepared by mixing 
together the following ingredients; 

Xngredisnt Sgli<i wgjght in grmg Solution weight in ^rams 

20 hydroxyl functional 

acrylic latex of Example I 70.0 17A.2 

CYMEL 303 30.0 30.0 

TINUVIN 1130 3.5 3,5 

p-TSA solution 1.0 5.0 

25 diisopropanol amine solution — 3.5 
isopropanol — 50.0 

water — 16.3 

The film-forming compositions of Examples 1-6 were applied 
to a pigmented basecoat to form color-plus-clear composite coatings 

30 over electrocoated steel substrates. The pigmented basecoat for 

Examples 1-6 is commercially available from PFG Industries » Inc. and 
identified as BWB*8555. The basecoat was pigmented black in color. 
The electrocoat used on the steel is commercially available from PPG 
Industries, Inc. and is identified as ED-ll. 

35 The basecoat was spray applied in two coats to electrocoated 

steel panels at a temperature of about 75 'F (2A*C) and a relative 
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humidity of about 60%. A ninety second flash time was allowed 
between the two basecoat applications. After the second basecoat 



at 250*F (121*G) before the application of the clear coating 
5 composition. The clear coating compositions of Examples 1-6 were 
each applied to a basecoated panel In two coats with a ninety second 
flash at 75**F (2A'G) allowed between coats. The composite coating 
was allowed to air flash at JB^F (24*C) for ten to fifteen minutes 
and to flash at 140*F (60 ''C) for ten to fifteen minutes before baking 
10 at 285 *F (141^0) for 30 minutes to cure both the basecoat and 
clearcoat. The panels were baked in a horizontal position. The 
properties of the composite coatings are reported in Table I below. 



application, a prebake time of approximately five minutes was allowed 



Table I 



Example 
1 



Acid gtch rating 



15 



3 



2 



3 



3 



2 



4 



5 



5 



5 



20 



6 



9 
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We claim: 

1. An aqueoua-based curable liquid film-forming 
composition comprising (1) a material containing a plurality of 

5 terminal or pendant groups of the structure: 

R H 
X - C - N - H and/or - N - C - OR* 

'o i 

where X is -N or -0 and R is H or alkyl of 1-18 carbon atoms or R is 
10 bonded to X and forms part of a 5 or 6 membered ring and R' is alkyl 
of 1 to 18 carbon atoms; and (2) an aminoplast crosslinking agent 
containing roethylol and/or methylol ether groups; said film-forming 
composition being crosslinkable through reaction of said pendant or 
terminal groups with said methylol and/or methylol ether groups; said 
15 film-forming composition being f xxrther characterised as having a 

calculated hydroxyl value less than 50 based on solid weight of said 
film-forming composition » excluding any hydroxyl functionality 
associated with N-methylol groups so as to result in a crosslinked 
coating which has a substantial number of urethane and/or urea 
20 crosslinks arising from said reaction of pendant or terminal groups 
with said roethylol and/or methylol ether groups i giving said 
crosslinked coating a high level of acid etch resistance. 

2. The composition of claim 1 in which the material is an 
25 acrylic polymer* 

3. The composition of claim 2 in which the acrylic polymer 
is prepared by aqueous emulsion polymerisation techniques. 

30 U, The composition of claim 2 in which the acrylic polymer 

is prepared in organic solvent and inverted into aqueous medium. 

5. The composition of claim U in which the acrylic polymer 
contains ionic groups. 

35 

6. The composition of claim 5 in which the ionic groups 
are anionic groups. 
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7 . The composition of claim 2 in which the acrylic polymer 
has an equivalent weight lees than 5000 based on equivalents of said 
terminal or pendant groups. 

3 8. The composition of claim 7 in which the acrylic poljmier 

has an equivalent weight of from about 140 to 2500 based on 
equivalents of said terminal or pendant groups. 

9- The composition of claim 1 in which the material is 
10 selected from the class consisting of polyesters, po lyure thane s , and 
mixtures thereof . 

10- The composition of claim 9 in which the material is 
prepared in organic solvent and inverted into aqueous medium. 

15 

11. The composition of claim 10 in which the material 
contains ionic groups. 

12. The composition of claim 11 in which the ionic groups 
20 are anionic groups. 

13. The composition of claim 9 in which the material has on 
average at least two of said pendant or terminal groups. 

25 14. The composition of claim 13 in which the material has 

an equivalent weight of from about 140 to 2500 based on equivalents 
of said terminal or pendant groups. 

15. The composition of claim 1 in which X is -0 and R is 
30 selected from the class consisting of H and alkyl containing from 1 

to 6 carbon atoms and R* is alkyl containing from 1 to 6 carbon atoms. 

16. The composition of claim 1 in which the aminoplast is a 
condensate of melamine with formaldehyde and optionally an alcohol 

35 containing from 1 to 6 carbon atoms. 
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17. The composition of claim 15 wherein the equivalent 
ratio of said pendant or terminal groups to methylol or methylol 
ether groups is from 0.5 to 2:1 and , is sufficient to form a 
crosslinked film. 

5 

18. The composition of claim 1 wherein the material is 
present in the film-forming composition in amounts of 50 to 90 
percent by weight based on weight of resin solids in the film-forming 
composition. 

0 

19. The composition of claim 1 wherein the aminoplast is 
present in the film-forming composition in amounts of 10 to 50 
percent based on weight of resin solids in the film-forming 
composition. 
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